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(54)ntle: MULTI-STAGE PROCESS FOR PRODUCING POLYETHYLENE 
(57) Abstract 

The invention concern, a multi-stage process for producing P°^^ 
distribution, in the presence of an ethylene polymerizing ^T"'^ b^e or more ^s-phase polymerization 

more gas-phase reactors (30), where the polymerization is completed ( ^e presenc^ ™ e dand the polymerization can be carried 
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Multi-stage process for producing polyethylene 

The invention relates to a process for producing polyethylene having a bimodal 
and/or broad molecular weight distribution in a multi-stage process. 

In certain applications, where films, bottles, cables and pipes are produced by 
extrusion or blow moulding, the polyethylenes having a narrow molecular weight 
10 distribution are not satisfactory because of their low melt flow properties and 
poor probability. Therefore different approaches has been suggested for 
manufacturing polyethylenes having a broad molecular weight distribution. 

One approach to widen the molecular weight distribution is to blend a low 
molecular weight ethylene polymer with a high molecular weight ethylene 
polymer either mechanically or in solution. However according to this method it 
is verv difficult to achieve sufficient homogeneity and/or expensive equipment is 
necessary for solution mixing, which makes these methods uneconomical and 
unpractical. 

20 

Attempts have been made to broaden the molecular weight distribution by a 
proper selection of catalysts. However the degree of broadening the molecular 
weight by this way is rather small. Also the activity of the catalyst tends to 
decrease quickly and therefore it is necessary to remove the catalyst residuals by 
25 washing. 

There are also known various multi-stage processes for broadening the molecular 
weight distribution by carrying out the polymerization with using different 
hydrogen concentration in each stages. This can be achieved either by 
30 polymerizing at a high hydrogen concentration at the first stage and at a low 
hydrogen concentration at the second phase, or vice versa In the former case it 
is necessary to remove the unreacted gases and hydrogen after the first stage. In 
the latter case the conventional Ziegler-Natta catalysts tend to lose their activity 
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hydrocarbon is as a whole transferred to the gas-phase reactor. One disadvantage 
of this process is that a great amount of hydrocarbon medium used in the first 
step is transferred to the gas-phase reactor disturbing polymerizing conditions 
there. The molecular weight control is also difficult in a conventional stirred tank 
5 reactor. Separation of heavier diluent is also more difficult and uneconomical. 

US 4 309 521 and US 4 368 291 concern special catalysts, which can be used in 
liquid-gas-phase processes. These publications do not afford any useful informa- 
tion about the processes as itself. 

10 

Lastly EP 283 512 concerns a multi-stage process using certain specified catalyst. 
According to this publication liquid propylene or other liquid olefin is first 
prepolymerized in a liquid-phase reactor, for example in a loop reactor, the 
residence time being from 10 seconds to 400 seconds, after which the 

15 polymerization mixture as a whole is transferred to a gas-phase reactor, where 
polymerization is continued in gas phase. This process is thereby similar as^ GB 
1 532 231 mentioned above and the process cannot be used in ethylene 
polymerization. The loop reactor step is merely a prepolymerization step. This 
patent publication is referred here only, because a loop reactor is mentioned in 

20 connection with a gas-phase reactor. 



This invention is based on a surprising discovery, that by using a loop reactor 
polymerization in inert low-boiling hydrocarbon (so-called light diluent process) 
together with gas-phase polymerization it is possible to achieve special advan- 
25 tages, which could not be possible by using conventional slurry-phase 
polymerization together with gas-phase polymerization. 

Accordingly it is an object of the invention to provide a process T which permits 
manufacturing polyethylene, which has bimodal and/or broad molecular weight 
30 distribution and has therefore excellent melt characteristics and extrusion or 
mould properties. This is because the use of a loop reactor compared to conven- 
tional stirred reactors gives better heat transfer from the reaction mixture and 
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therefore more even temperature profile and a higher slurry density and there- 
fore better mixing. 

Further the use of loop reactor permits shorter residence times and as a con- 
5 sequence the catalyst has not time to inactivate considerably and the catalyst 
transferred to the gas-phase reactor is still very active. The use of a loop reactor 
also makes possible higher polymer melt flow index, because in a loop reactor 
higher hydrogen concentrations can be used and therefore it is possible to 
achieve more narrow molecular weight distribution in the product of slurry 
10 phase. A short residence time in combination with the flexibility of a gas phase 
reactor permits to manufacture a product with lower density and more easier 
quality changes. Further the use of a loop reactor in combination with one or 
more gas-phase reactors allows the use of various catalysts and thereby flexibility 
in selection of catalysts. 

15 

These objects are achieved in the multi-stage process according to the invention 
for producing polyethylene having a bimodal and/or broad molecular weight 
distribution in the presence of an ethylene polymerizing catalyst system in a 
multistep reaction sequence, in which the first reaction step is a liquid phase 

20 polymerization step and the subsequent reaction steps are one or more gas-phase 
polymerization steps. According to the invention in the first reaction step 
ethylene is polymerized in a loop reactor in an inert hydrocarbon medium with 
a residence time of at least more than 10 minutes, the reaction mixture is 
discharged from the loop reactor and at least a substantial part of the inert 

25 hydrocarbon medium is separated and the polymer is transferred into one or 
more gas-phase reactors, where the polymerization is completed in the presence 
of ethylene monomer and optionally hydrogen and/or comonomers. 

Generally any polymerization catalyst suitable for production of ethylene 
30 polymers can be used in the process according to the invention. Such catalysts 
are for example Ziegler-catalysts, which contain a transition metal selected from 
groups IV, V or VI of the Periodic Table, used together with a cocatalyst. usually 
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an alkyl aluminium compound. Preferable transition metal is titanium and the 
catalysts may be unsupported or supported on an inorganic carrier such as silica 
alumina or silica-alumina and the like. 

5 Preferable catalysts are for example those disclosed in Finnish patent applica- 
tions 905430, 902123, 901895, 900842, 906323, 905703,895526, 894266, 893621, 
892153 and 872459. However it is to be noted that the process according to the 
invention is not a catalyst specific process and therefore any catalyst giving 
appropriate activity and a controllable molecular weight can be used in the 
10 process according to the invention. 

The first step in the process according to the invention is carried out in a loop 
reactor, into which inert hydrocarbon medium, ethylene, hydrogen, catalyst and 
optional comonomer are fed. The loop reactor can be of conventional design, 
15 which includes means for feeding various feed components to the reactor, means 
for circulating the polymer-hydrocarbon suspension through the reactor, heat 
transfer means for removing heat of polymerization and means for discharging 
polymer slurry from the reactor. 

20 As a polymerization medium an inert low-boiling hydrocarbon can be used. 
Examples of the hydrocarbons are aliphatic hydrocarbons, such as propane, 
butane, pentane, hexane, heptane and octane and alicyclic hydrocarbons such as 
cyclohexane and cycloheptane. It is also possible to use a mixture of any of the 
hydrocarbons mentioned above. 

25 

The catalyst, preferably as a hydrocarbon slurry and together with a cocatalyst, 
inert hydrocarbon medium, ethylene, hydrogen and optional comonomer are fed 
continuously to the loop reactor. The reaction mixture is continuously circulated 
through the reactor, whereby a slurry of particle form polyethylene and inert 
30 hydrocarbon is formed. The loop reactor conditions are selected so that at least 
20%, but preferably 40-90% of the total production is polymerized in the loop 
reactor. The temperature is usually selected between 75-110 °C, preferabh 
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between 85-100 >C Higher temperatures can also be used provided that the 
temperature remains below the melting point of the polymer under the prevail- 
ing reactor conditions. The reactor pressure can be selected between 4040.br. 
preferably between 50-65 bar. The residence time should be at least 10 minutes, 
but preferably between 1-2 hours. The molar ratio of hydrogen to ethylene » 
selected depending among others on the melt index of the product desired, but 
in the manufacture of bimodal polyethylene it will be between 0-1.0. 

Special advantages can be achieved if a hydrocarbon, preferably propane, under 
supercritical condition is used as inert hydrocarbon medium. This means that the 
reaction is carried out in such conditions, in which the temperature and the 
pressure are above the corresponding critical points of the reaction mixture 
formed by ethylene, propane, hydrogen and optional comonomer, but the 
temperature is lower than the melting point of the polymer formed. Thereby the 
temperature in the loop reactor will be between 85-110 °C and the pressure 
between 60-90 bar. 

By using supercritical propane phase it is possible to use higher hydrogen 
concentrations as would be possible in subcritical conditions or by using iso- 
butane or other hvdrocarbons. The product has lower solubility and the separ- 
ation of the hvdrocarbon (propane) and hydrogen by flashing technique is more 
easv In supercritical conditions there is in the reactor practically one single 
reaction fluid, where no separate liquid and gas phases can be detected and this 
gives good heat transfer, free mixing of gas components in the fluid and a low 
viscosity of the reaction medium. 

The reaction mixture is removed from the loop reactor either continuously or 
intermitted b* conventional means. The inert hydrocarbon mixture as well a» 
comonomer and hvdrogen, if present, is removed from the polymer particles by 
conventional means, for example by flashing technique. The hvdrocarbon 
medium, remaining monomers and hvdrogen can be recycled back to the loop 
reaaor. 
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The concentrated polymer mixture is then fed to a gas-phase reactor. This 
reactor can be a conventional fluidized-bed reactor, although other types of gas- 
phase reactors can also be used. In the fluid-bed reactor the bed comprises 
formed and growing polymer particles as well as catalyst components. The bed 
5 is kept in fluidized state by introducing gaseous components, such as ethylene 
monomer at a velocity enough to cause the particles act as a fluid. The fluidizing 
gas can include also inert carrier gases, such as nitrogen and also hydrogen, if 
desired as a modifying component 

10 The gas-phase reactor used in the second phase can be operated at a tempera- 
ture range of 60-115 °C, preferably 70-110 °C The pressure can be within the 
range of 10-25 bar the partial pressure of ethylene being 1-20 bar. The molar 
ratio of hydrogen to ethylene is preferentially lower than in the loop reactor. 
Thereby the hydrogen concentration in the gas-phase reactor can be between 0- 

15 10 mol-%. 

It is also possible to feed various gaseous comonomers to the gas-phase reactor, 
if desired. These comonemers include for example propylene, 1-butene. pentene. 
1-hexene, 1-octene or 4-methyl-l-pentene. 



20 



30 



It is also preferable to use such gas-phase reactor, which is equipped with a 
mixer. It helps to keep the reactor surfaces clean and improves gas distribution 
into the reactor. 

The invention is not limited to a two-stage process. Instead of one gas-phase 
reactor it is possible to use two or even three gas-phase reactors after the loop 
reactor. 

The configuration of the process according to the invention is further illustrated 
by the Figure enclosed, in which a loop reactor is marked by reference number 
10. The catalyst is fed from a catalyst reservoir 11 with the aid of a catalyst 
feeder 12 through the catalyst transfer line 13 to the loop reactor 10. Ethylene 
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from line 14, .ow-boiling hydrocarbon from line 15, hydrogen from line 16 and 

J,— fne « « ^ " 

loop reactor 10 the rencto minuxe is cfrculafed by proper arenianon 

H (no' dWosed, and — * 

ooolingthereaetor or *. reaction mefl*m,whh a cooBng system (no. enclosed). 
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From .he ioop reactor 10 one polymer-hydrocarbon mtxnne ,s fe .0 a flaah 
separamr 20, dnough which one or mote discharge vaives 19 end a product 
discharae »- *«• ™ e hydrocarbon medium, remaining monomer and co- 
lumnar and hydrogen separared from me po ly mer particles are removeu from 
me flash separator 20 .hxongh line 23 either . the diluen. recovery sys,em no. 
„) logh line 24 or recycled bach . .he loop reacor 10 . me 

25. The polymer panicles are removed from .he flash sep arator through hne 
to the gas-phase reactor 30. 

fa Are lower par. of .he gas-phase reacmr 30 flrere is a bed of polymer panicles 
which is hep. in flnidiaed sm«e by blowing gaseous monomer, comonomer and 
..varogen from hne 32 „ .be bofrom of me reacor !0 and timough .he gas 
distribution plate 31. Gaseous component are continuous* removed uom the 
roo of fe reacor 30 and recycled through a cooling device 35. compressor 30 
1 line 37 and hne 32 bach <o .he bonom of the reacmr 30. The reactor can be 
dipped wi.h a mechanical stirrer 38 in order .0 heep .he reactor surfaces 
clean The product is removed in.ermit.enuy or continuously from the gas-phase 
reactor 30 .hrougb line 39 .o me produa recovery sysrem (no, disclosed,. 

AUhough only one gas-phase reactor has been fllus.ra.ed in the Figure, it is 
evident <ha. i. is possible » use <wo or even .bree gas-phase reactors m tine 
process according to .be invention as long a, the firs, polymerization s.e P h 
carried out in a loop reactor according to the claims. 

The iovention is farther ilh.stra.ed by the following examples. 



WO 92/12182 



PCT/FI91/00406 



Examples 1-8 

In a two-phase polymerization of ethylene it was used a pilot-scale loop reactor 
having a capacity of about 50 kg/h and a gas-phase reactor having a capacity of 

5 about 75 kg/h including also the product coining from the loop reactor. In 
addition to ethylene it was used 1-butene as a comonomer in the loop reactor 
and 1-butene and 1-hexerie in the gas-phase reactor. Hydrogen was used as a 
modifier. The catalyst added to the loop reactor was prepared according to 
example 1 in PCT-appUcation FI90/00279. Propane and isobutane were used as 

10 a reaction medium in the loop reactor. 

The gaseous components from the product coming from the loop reactor were 
removed into a flash tank, after which the product was transferred to the gas- 
phase reactor, where the polymerization was continued. Only loop reactor 
15 polymerization was studied in examples 2, 3, 7 and 8. The polymerization 
conditions and the product properties are disclosed in the following table. 
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r \C, C* Cj C, iC 4 iC 4 

Hydrocarbon ^ *W £ ^ ^ 30 18 20 

Production rate (kg/b) S 2 8 15 4 6 20 8 

10 Catalyst feed (g/h) ^ 5 4 6>0 a9 25 

Catalyst activity (kg/gcat) 2.0 8.5 La 

Temperature f C) 
Critical temperature f C) 
15 Pressure (bar) 

Critical pressure (bar) 
Ethylene concentration (mok/c) 
Hydrogen concentration (mol-%) 

1-Butene concentration (mol-%) 17 Ui ^ _ 

20 Residence time (h) £ ^ 929 943 971 936 935 

Product density (kg/m ) L s 260 150 148 140 L7 0.2 

Melt flow index MFR 2 96 8 - J 

25 Gas-phase reactor 

Production rate (kg/h) 
Temperature CQ ^ 
Pressure (bar) 

Ethylene concentration (mol- /<>) 
30 Hydrogen concentration (mol-%) 0 8 
1-Butene concentration (mol-%) 
1-Hexene concentrauon (mol-%) 
Residence time (h) 



0.8 
0.0 
3.7 



35 End Product 

Production rate (kg/h) ** v 

Catalvst activity (kg/gcat) 4d 

Product density (kg/m ) 9™ 
Melt flow MFR 2 

40 Melt flow MFR^ ™ 



12 



10 


29 


27 


75 


75 


85 


20 


20 


20 


15 


31 


10 


3.0 


8.1 


0.1 


3.8 


7.8 


0.0 


0.0 


0.0 


0.9 


5.4 


6.8 


2.5 


30 


31 


57 




12.5 


U.4 


929 


928 


955 


0.7 


0.8 


0,8 


9 




23 



Pipe pressure test > 320a* 

53 MPa >3200- 

D = molecule weight distribution (M w /U n ) 
C 3 = propane 
iC^ = isobutane 
50 MFR = melt flow rate 
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With the process according to the invention it can -be manufactured bimodal 
products having a controllable molecular weight distribution D (M w /M n ). In the 
examples 1, 4 and 6 the molecular weight distributions D of the products were 
12, 9 and 23. According to the invention even more wide range can be achieved. 
5 In normal unimodal products the corresponding D-values when Ziegler-type 
catalysts are used, are usually 3,5-6. In the process according to the invention the 
loop reactor produces products having a narrow molecular weight distribution. 
The D-values 3.5-4.0 measured in examples 2 and 4 are typical values. 



10 From the products manufactured in examples 5 and 6 it was extruded pipes the 
processability being good. The pipes of example 6 were pressure tested by 
keeping the pipes in pressures of 5.3 and 4-3 MPa over 3200 hours (the tests still 
continuing), which shows good pipe strength. It is not possible to manufacture 
pipes having comparable properties from unimodal polyethylene. 

15 

The loop reactor process makes possible to use high hydrogen concentration, 
especially when supercritical propane is used as diluent. As observed when the 
examples 1, 5 and 6 were carried out, no formation of gas bubbles was detected. 
Melt flow index MFR 2 can be even as high as 260 without any problems 
20 (Example 3). 

With loop reactor it is possible to produce products having low density when 
supercritical propane is used as a diluent. The critical temperature of propane 
alone is about 92 °C and the critical pressure is about 45 bar (g). In the con- 

25 ditions of Example 1 the critical temperature was about 85 °C and the critical 
pressure about 50 bar (g), which means supercritical conditions. When other 
hydrocarbons are used as reaction medium, the solubility prevents to achieve a 
density below about 945 kg/m 3 (hexane diluent) or below about 935 kg/m° 
(isobutane diluent). According to example 4 it is possible to achieve a density of 

30 929 kg/m 3 the melt flow being very high (MFR 2 = 150) without plugging of the 
reactor. When the example 7 was carried out it was observed that by using 
isobutane as diluent the reactor plugged the density being 936 kg/m° and the 
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me l, flow tadocMFRj betas 1.7. When isooutaae was used as the diluent, it was 
possible to uehieve-a densi^ of 935 kg/m 3 melt flow index MFR 2 betas lower 



(0.2), as example 8 shows 
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Claims 

1. Multi-stage process for producing polyethylene having a bimodal and/or broad 
molecular weight distribution in the presence of an ethylene polymerizing 

5 catalyst system in a multistep reaction sequence, in which the first reaction step 
is a liquid phase polymerization step and the second reaction step is formed by 
one or more gas-phase polymerization steps, characterized in that in the first 
reaction step ethylene is polymerized in a loop reactor (10) in an inert low- 
boiling hydrocarbon medium the residence time being at least 10 minutes, 

10 reaction mixture is discharged from the loop reactor (10) and at least a substan- 
tial part of the inert hydrocarbon mixture is separated and the polymer is 
transferred into one or more gas-phase reactors (30), where the polymerization 
is completed in the presence of ethylene and optionally hydrogen and a co- 
monomer. 

2. A process according to claim 1, characterized in that the polymerization m the 
first step is carried out for producing polymer having an increased melt index, 
and in the subsequent steps ethylene or ethylene and comonomers are 
polymerized for producing ethylene homopolymer or copolymer having a low 

20 melt flow index and low density. 

3. A process according to claims 2, characterized in that the ratio of hydrogen to 
ethylene is within the range of 0-1 mol/mol, preferably within 0-0.5 mol/mol. 

25 4. A process according to any of the preceding claims, characterized in that the 
inert hydrocarbon medium is selected from the group comprising propane, 
butane, pentane, hexane, heptane and octane. 

5. A process according to claim 4, characterized in that the inert hydrocarbon 
30 medium is propane. 

6. A process according to any of the preceding claims, characterized in that the 
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polymerization in the loop reactor (10) is carried out at a temperature of 75-110 
°C and in me pressure of 60-90 bar. 

7. A process according to any of the preceding claims, characterized in that the 
5 polymerization in the loop reactor (10) is carried out under supercritical condi- 
tions, whereby the polymerization temperature and pressure are above the 
corresponding critical points of the mixture formed by hydrocarbon medium, 
monomer, hydrogen and optional comonomer and the polymerization tempera- 
ture is lower than the melting point of the polymer formed. 



10 



8 A process according to claim 7, characterized in that the polymerization in the 
loop reactor (10) is carried out in the temperature of 85-110 •C and in the 
pressure of 60-90 bar. 
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JP-C- 

JP-A- 

JP-B- 

NL-A- 

US-A- 

US-A- 



501040 
1282376 
840927 
2616699 
2322890 
1174960 
51135987 
56022443 
7603782 
4187278 
4291132 



79-07-24 
79-08-23 
79-08-24 
79-09-19 

79- 06-07 
77-10-13 
76-10-20 

76- 10-28 

77- 04-01 
83-10-28 
76-11-25 
81-05-25 
76-10-20 

80- 02-05 

81- 09-22 



